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ore milled is from 140 to 150 tons per day, about the same as the North Star mills.    Concentration is practised as is the case at the other mills.
The mill pulp flows through a pipe line to the cyanide plant, where it is received in two roughing cones, the slime overflowing and going directly to settlers and the underflow passing for further classification to four hydraulic classifying cones, which make the final separation into sand and slime.
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EMPIRE MILL.
EMPIRE CYANIDE PLANT. GRASS VALLEY, CALIF.
The sand is taken directly to the leaching tanks and is delivered into them by means of Butters distributors. A feature of the practice both at the Empire and Central mills is that the Butters distributors are used both in filling the tanks and also in sluicing out the residue. For sluicing out the sand, water is admitted through the distributor, the bottom gate
13 about $2 per ton, before the concentrate is added. The total extraction obtained from mill and cyanide plant approaches 98%. In the cyanide plant alone, about 94% of the gold in slime is recovered and 85 to 90% of that in the sand. The tailing contains on the average about $0.20 in gold value.
